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1, New York and Honduras Rosario Mining Company operates three ‘mines, the 
Rosario, El Mochito, and the #1 Dorado. Rosario and El Dorado ores 
contain gold and silver which are recovered by cyanidation. Rosaric, 
located in San Juancito, Honduras produces about 565 tons/day, while 
Bl Dorado in El Salvador produces 300 tons/day. The El Mochito Mine, 
also in Honduras, produces about 120 short tones of lead-silvexr-gold— 
gine ore per day. 


2, El Mochito Mill.—-The ore ip first floated to make a bulk lead-silver- 
zine concentrate which ig sent to an A.S. & R. Co. smelter in the states 
for treatment, while the tailings are cyanided for their silver and gold 
contents, The presenttmill capacity of 120 short tons/dey will soon be 
increased to 165 tone/day, and eventually to 250 tons/day. Until very 
recently only a sulfide circuit was in operation at the mill, but an 
oxide eireuit is now functioning. I am not sure whether the oxide tonnage 
treated is part of the 120 tons/day or in addition to it. Reagents 
combinations for both circuits are shown, but annual consunption figures 
are for the sulfide circuit only. 
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“$. Estimated Annual Reagent Consumption: 


oo ee 17,000 lbs 
a ae 3,000 lbs 
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Ae 31. 3,000 lbs 
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